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IN THE CLAIMS 

Kindly amead claims as follows: 

1. (Cun^idy Amended) An dectrocheiiiicallead'^dbatt^ 

a sulfuric add electrolyte containing an organic polymer and an ultra fine comfefyl 
alcohol lignin having a particle size between about 0,01 and about 0,8 micron. 

2. (Oiigfaial) The electrochemical lead-add battery of claim 1 wherdn the 
ultra fine lignin has a partide size between 0. 1 and about 0.6. 

3. (Previously Am^xled} The dectrodiemical leadnad 

wherein the organic polymer is at least one organic polymer selected fi^om the 
group consisting essentially of polyacryltc add or its copoIymers> polyvinyl alccdiol 
and ethylene glycol. 

4. (Previously Amended) The dectrochemical lead-add battery of claim 1 
wherein the dectrotyte also contains at least one additional additive sdected fixmi 
the group of materials consisting essentially of indium, tin, lead sul&te, barium 
sul&te and mixtures thereof 

5. O^^i^ously Ani^oded) The dectrochemicd lead-add batteiy of c^^ 
wherein the electrolytes also contain an anthnony as an impurity. 

6. -7. (Canceled) 

8. (Previously Amended) The dectrodiemical lead-add battery of daim 2 
ivherdn the eiectroiyte also contains at least one additional additive sdected firom 
the groiq> of materials ccm^sting essentially of indium, tin» lead sul&t^ barium 
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sul&te^ and nuxtuies thereof. 
9.-13. (Canceled) 

14. (Currratly Aimnded) The dectrochenucal lead^dd batteiy of daim t 
wherein a process step is added (A process ufdisd^ ' ginft a lead ^ acid battery 

having a charge sufficient for austainmg a high curp e iit of at least 0.3C for a tiine 
peri o d o f ai least five nrinutea and the batt e ry containiiig an eltctr o lyt c activ e 
component and adding t o the ciccir o lytc o f the ba t tery at least o n e organic 
polymer) compri^g the suip of discharging the batt^ at a high current rate of at 
least 0.3C for at least five minutes. 

15. -20. (Canceled) 
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